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O (54) Title: NONTI A LOG EKI C FLAM E-RETARDANT ADHESIVE TAPE AND METHOD FOR MANUFACTURING THE 
SAME 

(57) Abstract: A nonhalogenic f lame-re lardant adhesive tape comprising a tape substrate having provided I hereon an adhesive 
layer, wherein the tape substrate is a resin composition having an oxygen index of 22 or more, said resin composition comprising a 
base resin with which a metal hydroxide is mixed, and said base resin comprising a reactive propylene soft resin, and wherein the 

^ tape substrate has a 100% modulus of less than 1 . 4 kgf/mm 2 at a tensile speed of 300 mm/minute, and a 100% elongation load of 

»^ less than 0.2 kgf/mm per mm of width. 
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DESCRIPTION 

Nonhalogenic Flame-Retardant Adhesive Tape and Method for 
Manufacturing the Same 

FIELD OF THE INVENTION 

This invention relates to an adhesive tape which is used 
for bundling or protection of electric wire and cable, 
particularly for a wiring harness for vehicles and relates to 
a nonhalogenic f lame-retardant adhesive tape in which good 
usability as same as in the case of the conventionally and widely 
used adhesive tape made of poly (vinyl chloride) is achieved and 
toxic gas such as chlorine is not generated even when burned. 
This invention also relates to a method for the manufacture of 
the nonhalogenic adhesive tape. 

BACKGROUND ART 

For bundling and protection of electric wire which 
constitutes a wiring harness for vehicles, there has been widely 
used an adhesive tape made of poly (vinyl chloride) (PVC) in which 
an adhesive layer is formed on one side of a tape substrate 
comprising soft poly (vinyl chloride) (PVC). In the adhesive 
tape made of PVC, there are advantages of good usability such 
as that degree of elongation when wound on electric wire 
constituting a wiring harness is appropriate, that it can be 
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easily cut by hand upon cutting the tape, etc. and, in addition, 
there is an appropriate f lame-retardant property as well. 

In recent years however, preservation of the environment 
has been considered to be important and there is a tendency that 
the use of plastics of a vinyl chloride type which are thought 
to be the sources for generation of toxic dioxin is suppressed 
and thereby development of substitutes for adhesive tapes made 
of PVC is in progress. For example, in the gazette of Patent 
No. 3, 007, 081, there is described a nonhalogenic f lame-retardant 
adhesive tape in which the tape comprises a resin composition 
having an oxygen index of 22 or more in which a nonhalogenic 
flame retardant is mixed with an olef inic polymer and an adhesive 
layer is formed on one side of a tape substrate in which a 25% 
modulus at a tensile speed of 300 mm/minute is from 0.8 to 1.5 
kgf/mm 2 , a 100% modulus is from 1.4 to 2.0 kgf/mm 2 , tensile 
strength per mm width upon 100% elongation is from 0.2 to 0.4 
kgf/mm and elongation upon breakage is 100% or more. 

DISCLOSURE OF THE INVENTION 

However, although the above nonhalogenic f lame-retardant 
adhesive tape shows a good bundling force to electric wire having 
relatively big diameter and hardness such as power cable, it 
shows a poor following property to electric wire when winding 
on electric wire having a relatively small diameter such as an 
electric wire constituting a wiring harness for vehicles, and 
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there are problems that lifting (gap) is apt to be formed between 
the tape and the electric wire when bundled and that the bundled 
electric wire becomes loose or the finished appearance is 
inferior. In addition, hardness of the tape substrate is 
somewhat high and, therefore, a wiring harness has a poor softness 
and it makes a bad operability in attaching to vehicles, etc. 

Further, when a calendar molding having a quick production 
speed is carried out in the manufacture of a tape substrate, 
the tape substrate which is a molding material adheres to roll 
and, therefore, the manufacture is carried out either by a T 
die molding or by an inflation molding . However, a T die molding 
usually has a slow production speed and, as compared with a 
calendar molding, its productivity is only about one-third. 
Furthermore, although an inflation molding shows somewhat high 
production speed as compared with that of a T die molding, its 
productivity is usually less than about one-half of the calendar 
molding. Moreover, in an inflation molding, there is a 
disadvantage that variation in thickness of the resulting tape 
substrate is big as compared with other methods. 

The present invention has been achieved in view of the 
circumstances as such and provides a nonhalogenic 
f lame-retardant adhesive tape having similar f lame-retardant 
property to adhesive tape made of PVC, producing no toxic gas 
even when burned, having better usability and softness than 
adhesive tape made of PVC and conventional nonhalogenic 
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f lame-retardant adhesive tape, being suitable especially as a 
wiring harness for vehicles and being able to carry out an easily 
operation of attaching the wiring harness to vehicles, etc . This 
invention provides a method for the manufacture the above 
nonhalogenic f lame-retardant adhesive tape in a high 
productivity as well. 

In order to achieve the above objects, this invention 
provides a nonhalogenic f lame-retardant adhesive tape 
comprising a tape substrate having provided thereon an 
adhesive layer, 

wherein the tape substrate is a resin composition having 
an oxygen index of 22 or more, said resin composition comprising 
a base resin with which a metal hydroxide is mixed, and said 
base resin comprising a reactive propylene soft resin, and 

wherein the tape substrate has a 100% modulus of less than 
1.4 kgf/mm 2 at a tensile speed of 300 mm/minute, and a 100% 
elongation load of less than 0.2 kgf/mm per mm of width. 

This invention further provides a method for producing 
a nonhalogenic flame-re tardant adhesive tape, which 
compr i ses : 

(a) mixing a base resin comprising a reactive propylene 
soft resin with a metal hydroxide to thereby prepare a resin 
composition having an oxygen index of 22 or more; 

(b) subjecting the resin composition to a calendar 
molding to thereby prepare a tape substrate having a 
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predetermined thickness; and 

(c) forming an adhesive layer on one surface of the tape 

substrate . 

BEST MODE FOR CARRYING OUT THE INVENTION 

This invention will now be illustrated in detail as 
follows . 

With regard to a tape substrate in the nonhalogenic 
f lame-retardant adhesive tape of this invention, metal hydroxide 
as a flame retardant is mixed with a base resin containing a 
reactive propylene soft resin and the resulting resin composition 
is molded into a shape of tape. In the propylene soft resin 
of a reaction type, propylene and ethylene propylene are 
polymerizedat the same time and, as compared with other propylene 
resins, it has a high softness thereby a tape substrate having 
a high softness can be prepared. In addition, the reactive 
propylene soft resin is an olefin type and is a non-crosslinked 
type and, therefore, it has an advantage that it can be recycled 
easily. 

Examples of the characteristics of the reactive propylene 
soft resin are that specific gravity is about 0.88 (JIS K7112) , 
tensile strength upon 100% elongation is about 6 . 7 MPa (JIS K6251 ) , 
tensile breaking stress is about 14 MPa (JIS K6251) and MFR is 
about 1.5 G/10 minutes (JIS K7210) . 

In the present invention, the term "soft" is defined as 
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HDD of 60 or less under JIS K7215. 

The reactive propylene soft resin is available in the 
market as well and, for example, "M142E", "R110E", etc. which 
are the products of a low-hardness grade for extrusion molding 
manufactured by K. K . Tokuyama may be appropriately used. 

The base resin may be either a sole reactive propylene 
soft resin mentioned above or a mixture thereof with other resin 
upon necessity. With regard to the resin which may be mixed, 
olefinic resin such as polyethylene or polypropylene may be 
listed. A mixing ratio at that time is appropriately selected 
within a range satisfying the latter-mentioned tensile 
characteristic upon making into a tape substrate. 

With regard to metal hydroxide which is a flame retardant, 
known one such as magnesium hydroxide, aluminum hydroxide and 
calcium hydroxide may be used and two of more thereof may be 
mixed and used as well. Mixing amount of the metal hydroxide 
with a base resin is selected so as to satisfy the similar 
f lame-retardant property to adhesive tape made of PVC or, 
specifically, oxygen index of 22 or more (JIS K7201-2) and the 
latter-mentioned tensile characteristic when made into a tape 
substrate . 

As the mixing amount of the metal hydroxide increases, 
the f lame-retardant property becomes high, while the tensile 
characteristic lowers. In the present invention, even though 
f lame-retardant property has priority, it is preferred that the 
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mixing amount of the metal hydroxide is suppressed to an extent 
of about 50 parts by weight based on 100 parts by weight of the 
base resin. 

The base resin maybe appropriately mixed with antioxidant, 
colorant, inorganic filler, lubricant, softener, ultraviolet 
absorber, etc. within such an extent that f lame-retardant 
property and tensile characteristic are not lowered. All of 
them may be known ones which are commonly mixed with adhesive 
tapes . 

The resin composition which is constituted as above is 
molded into a shape of tape to give a tape substrate and, in 
the present invention, a calendar molding method having an 
excellent production speed can be adopted therefor. In the 
manufacture of the conventional nonhalogenic f lame-retardant 
adhesive tapes, tape substrate is manufactured by means of a 
T die molding or an inflation molding. This is because, in a 
resin composition in which common olefinic resin is used as a 
base resin, a tape substrate which is a molded product adheres 
to a roll when a calendar molding is carried out. Therefore, 
up to now, it is unavoidable to manufacture by means of methods 
in which the production speed is low such as a T die molding 
(about one-third of the calendar molding method) or an inflation 
molding method (about one-half thereof) . In addition, in an 
inflation molding, there is a disadvantage that variation in 
thickness of the resulting tape substrate is big as compared 
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with that in other methods . In the present invention, a propylene 
soft resin of a reaction type is used, thereby it is now possible 
to manufacture a tape substrate by a calendar molding method 
in which adhesion to roll does not take place, production speed 
is high and variation in thickness is small. 

The condition for the calendar molding is not particularly 
limited but maybe appropriately set depending upon constitution 
of the resin composition, aimed tape thickness, etc. 

It is preferred that the thickness of the resulting tape 
substrate is from 0 . 03 to 0 . 4 mm or , particularly, from 0.05 
to 0.15 mm. When the tape thickness is less than 0.03 mm, it 
is too thin to give sufficient strength whereby the tape is apt 
to be broken. On the other hand, when the tape thickness is 
more than 0.4 mm, cutting by hand becomes difficult and 
workability becomes poor. 

In the present invention, the tensile characteristic of 
the tape substrate is that a 100% modulus at a tensile speed 
of 300 ml/minute is less than 1.4 kgf/mm 2 and a load upon a 100% 
elongation per mm of the width is less than 0.2 kgf/mm. 

When the 100% modulus becomes 1.4 kgf/mm 2 or more, the 
tape is hardly elongated in winding the tape around electric 
wire and lifting is apt to be resulted between the tape and the 
electric wire. It is particularly preferred that the 100% 
modulus is from 0.7 to 1.2 kgf/mm 2 . 

When a 100% elongation load per mm of the width becomes 
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0 . 2 kgf /mm or more, the tape is hardly elongated as same as above 
and, when electric wire is bundled to prepare a wiring harness, 
the wiring harness shows poor softness which badly affects the 
operation of its attachment to vehicles, etc. It is particularly 
preferred that a 100% elongation load per mm of the width is 
from 0.04 to 0.1 kgf/mm. 

After that, an adhesive layer is formed on one side of 
the above tape substrate, and thereby the nonhalogenic 
f lame-retardant adhesive tape of the present invention is 
completed. Incidentally, the adhesive may be that which has 
been known for adhesive tapes and there is no limitation for 
the layer thickness as well . In addition, there is no limitation 
for the method of forming an adhesive layer and, for example, 
there may adopt a method in which an adhesive is dissolved in 
an appropriate solvent and the resulting applying solution is 
applied to a tape substrate and dried. 

EXAMPLES 

The invention will be explained below in more detail 
by reference to Examples. However, the invention should 
not be construed as being limited to these Examples. 

(Preparation of Adhesive Tape Sample) 

NX M142E" manufactured by K. K. Tokuyama (a reactive 
propylene soft resin) (100 parts by weight) was mixed with 40 
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parts by weight of magnesium hydroxide and well kneaded and the 
resulting resin composition was subjected to a calendar molding 
method (production speed: 50 m/min) to give a tape substrate 
having a thickness of 0.050 mm. An adhesive was applied onto 
this tape substrate and dried to prepare a nonhalogenic 
f lame-retardant adhesive tape (a product of the present 
invention) . 

For the sake of comparison, a resin composition was 
prepared by mixing 50 parts by weight of an ethylene-ethyl 
acrylate copolymer, 40 parts by weight of an ethylene-vinyl 
acetate copolymer, 10 parts by weight of polypropylene and 40 
parts by weight of magnesium hydroxide and subjected to an 
inflation molding method (production speed: 20 m/min) to give 
a tape substrate having a thickness of 0.050 mm. An adhesive 
was applied onto the tape substrate and dried to prepare a 
nonhalogenic flame-retarding adhesive tape (a conventional 
product) . 

Also for the sake of comparison, a tape substrate having 
a thickness of 0.050 mm was prepared using poly (vinyl chloride) 
moldingmaterialsby a calendarmoldingmethod (production speed: 
50 m/min) . An adhesive was applied onto the tape substrate and 
dried to prepare an adhesive tape made of PVC. 

(Measurement of Tensile Characteristic) 

Each of the tape substrates was subjected to measurements 
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of 100% modulus, load upon 100% elongation per mm of width and 
tensile strength under the condition of tensile speed of 300 
mm/minute. The result is shown in Table 1. 

(Confirmation of Lifting of Tape) 

Thirty electric wires each having full length of about 
350 mm and diameter of 0 . 5 mm were tied up in a bundle and then 
bundled by means of a half-wrapping (piling of one-half width 
of the full width of the tape) of each of the above adhesive 
tapes . Then it was allowed to stand for a predetermined period 
and the lifting between the adhesive tape and the electric wire 
was checked by naked eye. The result is shown in Table 1. 

(Evaluation of Softness of Wiring Harness (WH) ) 

Thirty electric wires each having full length of about 
350 mm and diameter of 0.5 mm were tied up in a bundle and then 
bundled by means of a half -wrapping of each of the above adhesive 
tapes to prepare a sample. The sample was set on a pair of 
cylinders (diameter: 19 mm) arranged with an interval of 100 
mm in such a manner that the sample crossed the cylinders at 
right angles. 

After that, the surrounding was kept at a measuring 
temperature (-10°C, 10°C or 30°C) , the sample was pulled down 
at the central part between the cylinders and the highest load 
from the sample was bent until it fell down from the cylinders 
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was measured. The result is shown in Table 1. 
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Table 1 



Evaluated Items 


unit 


LfOnvenuondi 
rroouci 


PrnHnrt nf thp 

I nx/pntinn 
lilVcilUUI 1 


Arihp^ix/p T?inp 
marip nf PVC 


100% Modulus 


kgf/mm 2 


1.4 


1.0 


1.4 


100% Elongation Load 


Knf/mm 


0.2 


0.05 


0.1 


Tensile Strength 


kgf/mm 2 


2.4 


2.0 


2.4 


Lifting of Tape 




noted 


Not noted 


not noted 


Soft- 


-10°C 


N 


110 


105 


120 


ness 


10°C 


N 


65 


60 


70 


ofWH 


30°C 


N 


40 


40 


40 


Pro- 


Molding Method 




inflation 


calendar roll 


calendar roll 


duc- 


Production Speed 


m/min 


20 


50 


50 


tivity 


Thickness Variation 




big 


substantially 
nil 


substantially nil 



As shown in Table 1, it was noted that the product of 
the present invention showed no lifting of the tape and had good 
softness in bundling a wiring harness particularly at low 
temperatures as compared with the adhesive tape made of PVC and 
with the conventional product. 

Tape thickness of the tape substrate was also measured 
and variation in the tape thickness was noted in the conventional 
product . 



INDUSTRIAL APPLICABILITY 

As illustrated hereinabove, it is now possible to 
efficiently manufacture a nonhalogenic f lame-retardant 
adhesive tape having similar flame-retarding property to 
adhesive tape made of PVC, producing no toxic gas even when burned 
and having better usability and softness than adhesive tape made 
of PVC and conventional nonhalogenic f lame-retardant adhesive 
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tape . 
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CLAIMS 

1. A nonhalogenic f lame-retardant adhesive tape 
comprising a tape substrate having provided thereon an adhesive 
layer, 

wherein the tape substrate is a resin composition having 
an oxygen index of 22 or more, said resin composition comprising 
a base resin with which a metal hydroxide is mixed, and said 
base resin comprising a reactive propylene soft resin, and 

wherein the tape substrate has a 100% modulus of less 
than 1 .4 kgf/mm 2 at a tensile speed of 300 mm/minute, and a 100% 
elongation load of less than 0.2 kgf/mm per mm of width. 

2. The nonhalogenic f lame-retardant adhesive tape 
according to claim 1, wherein the tape substrate has a thickness 
of 0.03 to 0.4 mm. 

3. The nonhalogenic f lame-retardant adhesive tape 
according to claim 1 or 2, wherein the tape is useful for bundling 
and protection of wiring harness for vehicles. 

4. A method for producing a nonhalogenic 
f lame-retardant adhesive tape, which comprises: 

(a) mixing a base resin comprising a reactive propylene 
soft resin with a metal hydroxide to thereby prepare a resin 
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composition having an oxygen index of 22 or more; 

(b) subjecting the resin composition to a calendar 
molding to thereby prepare a tape substrate having a 
predetermined thickness; and 

(c) forming an adhesive layer on one surface of the tape 
substrate . 



16 



INTERNATIONAL SEARCH REPORT 



PCT/JP 03/02079 



A. CLASSIFICATION OF SUBJECT MATTER 

IPC 7 C09J123/12 C09J7/02 



C08F10/06 C08L23/12 



According 10 International Patent Classification (IPC) or to both national classification and IPC 



B. FIELDS SEARCHED 



Minimum documentation searched (classification system followed by classification symbols) 

IPC 7 C09J C08F C08L 



Documentation searched other than minimum documentation to the extent that such documents are included in the fields searched 



Electronic data base consulted during the international search (name of data base and. where practical, search terms used) 

EPO-Internal , WPI Data, PAJ 



C. DOCUMENTS CONSIDERED TO BE RELEVANT 



Category * Citation of document, with indication, where appropriate, of the relevant passages 



Relevant to claim No. 



EP 1 127 933 A (NITTO DENKO CORP) 
29 August 2001 (2001-08-29) 

paragraph '0032! - paragraph '0040!; 
claim 1; examples 

PATENT ABSTRACTS OF JAPAN 

vol . 2002, no. 04, 

4 August 2002 (2002-08-04) 

-& JP 2001 354815 A (BAND0 CHEM I NO LTD), 

25 December 2001 (2001-12-25) 

abstract 

PATENT ABSTRACTS OF JAPAN 

vol . 2000, no. 22, 

9 March 2001 (2001-03-09) 

-& JP 2001 131509 A ( YAZAK I CORP), 

15 May 2001 (2001-05-15) 

abstract 



-/- 



1-4 



1-4 



1-4 



Further documents are listed in the continuation of box C. 



|)( I Patent family members are listed in 



• Special categories of cited documents : 

*A* document defining the general state of the art which is not 
considered to be of particular relevance 

*E' earner document but published on or after the international 
filing date 

V document which may throw doubts on priority ctaim(s) or 
which is cited to establish the publication date of another 
citation or other special reason (as specified) 

*0* document referring to an oral disclosure, use. exhibition or 
other means 

"P* document published prior to the international tiling date but 
later than the priority date claimed 



T* later document publshed after the international f iDng date 
or priority date and not in conflict with the application but 
cited to understand the principle or theory underlying the 
invention 

"X* document of particular relevance; the claimed invention 
cannot be considered novel or cannot be considered to 
involve an inventive step when the document is taken alone 

*Y* document of particular relevance; the claimed invention 

cannot be considered to involve an inventive step when the 
document is combined with one or more other such docu- 
ments, such combination being obvious to a person skilled 
rn the art. 

*&' document member of the same patent family 



Date of the actual completion of the international search 



9 May 2003 



Date of mailing of the international search report 



20/05/2003 



Name and mailing address of the ISA 

European Patent Office. P.B. 5818 Patentlaan 2 
NL - 2280 HV Rijsw|k 
Tel. (+31-70) 340-2040. Tx. 31 651 epo nl. 
Fax: (+31-70) 340-3016 



Authorized officer 



Schmitz, V 



Fonn PCT71SA/210 (second sheet) (Jury 1992) 



page 1 of 2 



INTERNATIONAL SEARCH REPORT 



"m^er^^BnaTApplication No 

PCT/JP 03/02079 



C.<Continuatlon) DOCUMENTS CONSIDERED TO BE RELEVANT 



Category • Citation of document, with indication. where appropriate, of the relevant passages 



Relevant to claim No. 



PATENT ABSTRACTS OF JAPAN 

vol. 1999, no. 03, 

31 March 1999 (1999-03-31) 

-& JP 10 340627 A (SUMITOMO WIRING SYST 

LTD), 22 December 1998 (1998-12-22) 

abstract 

PATENT ABSTRACTS OF JAPAN 

vol. 2000, no. 14, 

5 March 2001 (2001-03-05) 

-& JP 2000 319454 A (YAZAKI CORP), 

21 November 2000 (2000-11-21) 

abstract 

US 4 067 847 A (ICHIKAWA YUKIHIR0 ET AL) 
10 January 1978 (1978-01-10) 
claims; examples; tables 



1-4 



1-4 



1-4 



Form PC T /ISA/210 (continuation ot second sheet) (July 1992) 



page 2 of 2 



INTERNATIONAL SEARCH REPORT 

Information on patent family members 



Patent document 
cited in search report 



Publication 
date 



^nterflJLnnl Application No 

PCT/JP 03/02079 



Patent family 
member(s) 



Publication 
date 



EP 


1127933 


A 


29- 


-08-2001 


JP 


3394947 


B2 


07-04-2003 












JP 


2001311061 


A 


09-11-2001 












CN 


1310218 


A 


29-08-2001 












EP 


1127933 


A2 


29-08-2001 












US 


2001031355 


Al 


18-10-2001 


JP 


2001354815 


A 


25- 


-12-2001 


NONE 








JP 


2001131509 


A 


15- 


-05-2001 


NONE 








JP 


10340627 9 


A 






NONE 








JP 


2000319454 


A 


21- 


-11-2000 


NONE 








US 


4067847 


A 


10- 


-01-1978 


JP 


51082334 


A 


19-07-1976 












JP 


54025541 


B 


29-08-1979 












JP 


1231199 


C 


26-09-1984 












JP 


51046341 


A 


20-04-1976 












JP 


57010898 


B 


01-03-1982 












DE 


2546668 


Al 


29-04-1976 












66 


1479083 


A 


06-07-1977 












NL 


7512126 


A 


21-04-1976 



Foon PCT/lSA/210 (patervi tamity annex) (July 1992) 



